AMENDMENTS TO THE CLAIMS : 

This listing of claims will replace all prior versions, 
and listings, of claims in the application: 

LISTING OF CLAIMS : 

1. (Currently Amended) A wet type friction material 
comprising a paper base material and binder, wherein: 

said paper base material includes silica having an 
average particle diameter of 1 to 10 |um and disc-shaped 
diatom earth, an average diameter of the disc-shaped diatom 
earth being 10 to 3 0 \xm; -an-d- 

said binder comprises a cured substance of liquid resin 
composition material obtained by mixing resol type phenol 
resin with silicone resin having siloxane bonding, where a 
weight ratio between non-volatile components of the resol 
type phenol resin and the silicone resin is adjusted to a 
range of 95/5 to 85/15; and 

wherein a content of the disc-shaped diatom earth is 25 
to 45 weight% of the entire paper base material. 

2. (Original) A wet type friction material according 
to claim 1, wherein the average particle diameter of the 
silica is 3 to 8 \im. 
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Claim 3 (Cancelled) . 



4. (Original) A wet type friction material according 
to claim 3, wherein an average diameter of the disc-shaped 
diatom earth is 15 to 25 \im. 

Claim 5 (Cancelled) . 

6. (Currently Amended) A wet type friction material 
according to claim ■£ 1, wherein a content of the disc-shaped 
diatom earth is 30 to 40 weight% of the entire paper base 
material . 
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